Claim 1 (currently amended)! A supported catalyst for the selective 



hydrogenation of unsaturated compounds comprising a support e d cata l yst compr i s i ng 

(1) Pd or a Group 8 metal component- comprising Pd and one other Group 8 metal and 

(2) at least two metals selected from the group consisting of Ag, Zn ©r and Bi. 

Claim 2 (currently amended): The\catalyst according to claim 1 comprising a 
group 8 metal component comprising Pd and one other Group 8 metal. 

Claim 3 (currently amended): The catalyst according to claim 2 wherein said 
Group 8 metal is selected from the group consisting of Pt, Ir, Ru, Co of and Ni. 

Claim 4 (original): The catalyst according to claim 1 comprising Ag and at least 
one of Zn or Bi. 

Claim 5 (currently amended): The catalyst according to claim 1 wherein said 
catalyst is supported on a support which is highly\porous having average pore diameter 
larger than about 180A, no pores narrower than 35 A, total pore volume larger than 
about 0.65 cc/g, and pref e rab l y l e ss than about 100\m g /g BET surface area less than 
about 100 m 2 /o . 

Claim 6 (original): The catalyst according to clarm 1 comprising K. 

Claim 7 (original): The catalyst according to claim 1 wherein Pd is in the range 
of 0.005 to 1 % by weight; Ni is in the range of 0.0 to 1 5% by weight; Ag is in the range 
of 0.002 to 20% by weight; Zn is in the range of 0 to 5% by weight and Bi is in the range 
of 0 to 5% by weight. 
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Claim 8 (original): The catalyst according to claim 1 wherein Pd is in the range 
of from 0.01% to 0.3% by weight; Ni lis in the range of from 0 to 10% by weight; Ag is in 
the range of 0.005 to 5% by weight; Zra is in the range of 0.002 to 1% by weight and Bi 
is in the range of 0.01 to 3% by weight. \ 

Claim 9 (currently amended): The catalyst according to claim 6 wherein the 
content of K is less that than 0.5 % by weight. 

Claim 10 (original): The catalyst according to claim 5 wherein said support is 
alumina having a BET surface area of 10 to 100 m 2 /g. 

Claim 1 1 (original): The catalyst according to claim 10 wherein said support has 
a BET surface area of 20 to 70 m 2 /g. \ 

Claim 12 (currently amended): The catalVst according to claim 5 wherein said 
alumina support ts-of comprises shaped transition alumina having an apparent bulk 
density of between 07-0.8 g/cm 3 and having mixed\crystalline forms of a, k, 9, 5, p, n, y 9 
and i \ 

Claim 13-20 (withdrawn) \ 
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